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are all aliKe or can be got out of the sheets at hand without wastt
Now take sides enough so that when they are put together they wil"
measure 83 inches in diameter at the points C and D after the top and
bottom have been tucked in to form the bulge or curves of the sides.
and let the sides, when ready for the bottom, go into the raise of the
bottom within about 2% inches of the bottom lag The first section of
the crown from S to B, Fig. 475, may be made in the same number of
pieces as the sides if it cannot be supplied in one piece with the bottom,
but me crown pieces are usually supplied. Having then the sides, bot-
tom and crown, the workman may proceed to put them together in a
similar manner to that described for the building of large brewing cop-
pers. I should here say, it is sometimes better to cover the trestles
with boards of a suitable thickness (if at hand), which will add firmness
to the trestles and make the stage more complete. The illustration,
Fig. 472, fully explains itself as to the construction of the still head and
worm, while the processes or methods used to make them have been
explained in a former chapter and need not be repeated.